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^ (57) Abstract: A process for reducing the permeability of a paper wrapper (14) used in the construction of a smoking article (10) 
— is disclosed. The paper wrapper (14) is treated with a film-forming composition (52) that forms treated discrete areas (18) on the 



mzpptr. The treated discrete areas (18) have a permeability within a predeternuned range sufficient to reduce the ignition proclivity 
properties of a smoking article (10) made with the wrapper (14). In accordance with the present invention, the film-forming compo- 
sition (52) is applied as multiple layers (31. 33, 35) to the paper wrapper 14). After each application step, the wrapper (14) is dried. 
Applying the film-forming composition (52) to the paper wrapper (14) in multiple layers (31, 33. 35) minimizes distortion and other 
adverse affects that may occur to the wrapper (14). 
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PROCESS FOR PRODUCING SMOKING ARTICLES WITH 
REDUCED IGNITION PROCLIVITY CHARACTERISTICS 
5 AND PRODUCTS MADE ACCORDING TO SAME 

Related Application 

the present application is based upon a Provisional 
Application having U.S. Patent Application Serial No. 60/248,061, filed 
on November 13, 2000. 

10 Background of the Invention 

There is an ongoing concern in the tobacco industry to produce 
cigarettes having wrappers which reduce the ignition proclivity of the 
smoking article, or the tendency of the smoking article to ignite 
surfaces which come into contact with the lit smoking article. Reports 

15 have been made of fires attributed to burning cigarettes coming into 
contact with combustible materials. A justifiable interest exists in the 
industry to reduce the tendency of cigarettes, or other smoking 
articles to ignite surfaces and materials used in furniture, bedding, 
and the like upon contact. 

20 Thus, a desirable feature of smoking articles, particularly 

dgarettes, is that they self-extinguish upon being dropped or left in a 
free burning state on combustible materials. 

It has long been recognized in the tobacco industry that the 
cigarette wrapper has a significant influence on the smolder 

25 characteristics of the cigarette. In this regard, various attempts have 
been made in the art to alter or modify the cigarette wrappers in order 
to achieve the desired tendency of the cigarette to self-extinguish, or 
in other words to reduce the ignition proclivity characteristics of 
cigarettes. 

30 The prior art describes the application of film-fonning solutions 

to cigarette paper to reduce the paper permeability and control the 
buni rate. It has been shown that when these materials have been 
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applied in discrete areas along the length of the cigarette, the 
cigarette shows a reduced propensity to ignite a substrate, tends to 
self-extinguish, and has a higher puff count. 

U.S. Patent No. 5,878,753 to Peterson which is incorporated 
5 herein by reference, for example, describes a smoking article wrapper 
being treated with a film-fomiing aqueous solution to reduce 
penneability. U.S. Patent No. 5,878,754 to Peterson which is also 
incorporated herein by reference describes a smoldng article wrapper 
being treated with a non-aqueous solution of a solvent soluble 

10 polymer dissolved in a non-aqueous solution to reduce penneability. 

In some cases, when a solution is applied to the paper wrapper 
and dried there is a tendency for the paper to experience non-uniform 
dimensional changes. In particular, applying coatings in the fonm of 
bands can cause the bands to shrink relative to the uncoated paper, 

15 causing the uncoated areas to bulge out. 

Although some improvements have been made in the art, there 
is still a need for an improved method for producing a cigarette 
wrapper with reduced ignition proclivity properties. Specifically, a 
need exists for an improved method of applying a film-forming 

20 solution to a paper wrapper In discrete areas for decreasing the 

penneability of the wrapper without causing non-uniform dimensional . 
changes in the wrapper or othenA^ise adversely affecting the 
appearance of the wrapper. 

Summary of The Invention 

25 The present invention is generally directed to paper wrappers 

for smoking articles with reduced ignition proclivity and to a process 
for making the wrappers. For example, In one embodiment, the 
process includes the steps of providing a paper wrapper made firom a 
paper web. For example, the paper wrapper can contain flax fibers, 

30 softwood fibers, hardwood fibers and mixtures thereof. The paper 
wrapper can also include a filler, such as calcium carbonate, in an 
amount from about 10% to about 40% by weight 
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In accordance with the present invention, multiple layers of a 
film-fonning composition are applied to the paper wrapper at 
particular locations. The multiple layers of the film-fomfiing 
composition fonri treated discrete areas on the wrapper. The discrete 
5 areas are separated by untreated areas. The treated discrete areas 
have a penneability within a predetenmined range sufRcient to reduce 
ignition proclivity. For example, the treated areas can reduce ignition 
proclivity by reducing oxygen to a smoldering coal of the smokirig 
article as the coal bums and advances into the treated areas. 

10 In one embodiment of the present invention, the paper wrapper 

is dried in between application of each layer of the film-fomning 
composition. The paper wrapper can be dried by being contacted 
with a hot gas stream, by being placed in contact with a steam can, 
by being with infra-red rays or can simply be air dried. 

15 The film-fonming composition can be can be applied to the 

paper wrapper according to various methods. For example, the 
multiple layers can be printed onto the paper using, for instance, 
flexography, direct gravure printing, and offset gravure printing. 
In one embodiment, the discrete areas fomied by the film- 

20 forming composition are in the shape of circumferential bands 
disposed longitudinally along the smoking article. The bands can 
have a width of greater than about 4 mm, such as from about 5 mm to 
about 10 mm. The bands can be spaced from each other at a 
distance of from about 5 mm to about 30 mm and particulariy from 

25 about 5 mm to about 20 mm. 

The film-forming composition can be made from any suitable 
material that will provide the desired bum characteristics. Examples 
of film-forming composition that can be used include alginate 
solutions, pectin solutions, silicate solutions, starch solutions, 

30 cari}oxymethyl cellulose solutions, other cellulose derivative solutions, 
guar gum solutions, and mixtures thereof. If desired, the film-fonning 
composition can include a filler, such as chalk, clay, a metal oxide, 
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calcium carbonate, or mixtures thereof. 

The amount of the film-forming composition that is applied to 
the paper wrapper depends upon the particular application and 
various factors. The amount applied to fonn each layer of the treated 
5 discrete areas can also vary depending upon the particular 
application. For example, In one embodiment, the film-fomning 
composition can be applied to fonn a relatively light layer initially. 
Subsequently, heavier layers of the composition can be fomned. 
Alternatively, the film*fpmiing composition can initially be 

10 applied as a relatively heavy layer. Lighter layers can then be placed 
on the heavier layer subsequently. 

In still another embodiment of the present invention, a paper 
wrapper having reduced ignition proclivity characteristics is formed 
from a paper web having a relatively high penmeability. For instance, 

15 the paper web can have a permeability of greater than about 60 
Coresta, such as from about 60 to about 1 1 0 Coresta, and more 
particulariy from about 60 to about 90 Coresta. A film-forming 
composition can then be applied to the paper web to fomi treated 
discrete areas with reduced ignition proclivity. The treated discrete 

20 areas can be fonned from multiple layers of the film-fomning 
composition. 

Besides being directed to a process for reducing the 
pemneability of a paper, the present invention is also directed to the 
paper wrapper itself and to smoking articles made from tiie paper 

25 wrapper. For example, a smoking article can include a tobacco 
column sunx)unded by a wrapper. The wrapper can be made from a 
paper web as described above. 

In accordance with the present invention, ttie paper wrapper 
can include treated discrete areas separated by unfreated areas. The 

30 freated discrete areas can be made from a multi-layered film and can 
have a permeability within a predetermined range sufficient to reduce 
tiie ignition proclivity properties of tiie article. For example, the 
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treated areas can have a permeability of less than about 25 Coresta 
units, particularly (ess than 15 Coresta units, and more particularly 
from about 2 Coresta units to about 10 Coresta units. 

The multi-layered film applied to the paper wrapper can be 
5 made according to the process described above. The amount of 
layers used to make the film can vary depending upon the particular 
appiication. For most applications, the film will contain at least two 
layers, and particularly from about three to about eight layers. 
Other features and aspects of the present invention are 
10 discussed In greater detail below. 

Brief Description of the Drawings 
A full and enabling disclosure of the present invention, 
including the best mode thereof to one of ordinary sW\\\ in the art, is 
set forth more particularly in the remainder of the specification, 
1 5 including reference to the accompanying figures in which : 

Figure 1 is a perspective view of a smoidng article made in 
accordance with the present invention; 

Figure 2 is an exploded view of the smol^ing article illustrated in 
Figure 1; 

20 Figure 3 is a cross-sectional view of a paper wrapper made in 

accordance with the present invention; and 

Figure 4 is a system for treating a paper wrapper In 
accordance with the present invention. 

Repeat use of reference characters in the present specification 
25 and drawings is intended to represent same or analogous features or 
elements of the present invention. 

Detailed Description 
Reference now will be made in detail to the embodiments of 
the invention, one or more examples of which are set forth below. 
30 Each example is provided by way of explanation of tiie invention, not 
limitation of the invention. In fact, it will be apparent to those skilled in 
tiie art tiiat various modifications and variations can be made in tiie 
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present invention without departing from the scope or spirit of the 
invention. For instance, features illustrated or described as part of 
one embodiment, can be used on another embodiment to yield a still 
further embodiment. Thus, it is intended that the present invention 
5 cover such modifications and variations as come within the scope of 
the appended claims and their equivalents. 

For purposes of explanation of the Invention, the embodiments 
and principles of the invention will be discussed in regards to a 
cigarette. However, this is for the purposes of explanation of the 
10 invention only and is not meant to limit the invention only to cigarettes. 
Any manner of smoidng article is within the scope and spirit of the 
invention. 

The invention relates to a smoking article, and a wrapper for a 
smoking article, having improved ignition proclivity control 

15 characteristics. Ignition proclivity" is a measure of the tendency of 
the smoking article or cigarette to ignite a flammable substrate if the 
burning cigarette is dropped or otherwise left on a flammable 
substrate. A test for ignition proclivity of a cigarette has been 
established by NIST (National Institute of Standards and Technology) 

20 and Is generally refenred to as the "Mock-Up Ignition Tesf . The test 
comprises placing a smoldering cigarette on a flammable test fabric 
and recording the tendency of the cigarette to either ignite the test 
fabric, bum the test fabric beyond a normal char line of the fabric, 
bum Its entire length without igniting the febric, or self-extinguish 

25 before igniting the test febric or burning its entire length. 

Another test for ignition proclivity is refered to as the 
"Cigarette Extinction Tesf. In the Cigarette Extinction Test, a lit 
dgarette Is placed on one or more layers of filter paper. If the 
cigarette self extinguishes, the cigarette passes the test, if the 

30 cigarette bums all the way to ite end on the filter, however, the 

cigarette fails. Smoking articles made in accordance with the present 
invention can be designed to pass one or both of these tests. 
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In general, smoking articles having reduced ignition proclivity 
are made according to the present invention by applying in discrete 
. areas to a wrapping paper a composition, such as a fllm-fonning 
composition, in a multiple pass application process. In particular, the 
5 composition Is applied to the wrapping paper in successive steps in 
order to fonm areas on the paper having reduced ingnition proclivity. 
In one embodiment of the present invention, the wrapping paper is 
dried in between each successive step of applying the composition to 
the paper. By applying the composition in multiple steps and by 

10 drying in between each step, it Is believed ttiat reduced ignition 

proclivity areas can be formed on the wrapping paper without causing 
non*unifonn dimensional changes in the paper and without adversely 
interfering with the appearance of the paper. 

In an alternative embodiment of the present invention, the 

15 amount of the composition that is applied to the wrapping paper 
during each successive application of the composition is varied. For 
instance, in some applications, the composition is first applied to the 
wrapping paper at relatively high amounts. In successive steps, the 
amount of the composition applied to the paper is decreased. In 

20 other applications, however, the composition is first lightly applied to 
the wrapping paper. After initial application, heavier amounts of the 
composition are tiien applied to the paper. By varying the amount 
applied to the wrapping paper during each step, areas having reduced 
ignition proclivity can be fonned on tiie wrapper with controlled 

25 properties. 

Applying compositions to paper wrappers in multiple 
application steps also pemnits ttie fonmation of reduced ignition 
proclivity areas on wrappers having relatively high penmeability 
characteristics, such as on wrappers having a pemneabllity of at least 

30 60 Coresta units. According to tiie present invention, high porosity 
paper wrappers having reduced ignition proclivity properties capable 
of passing botti of tiie Mock-Up Ignition Test and ttie Cigarette 
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Extinction Test when formed into a smoking article are possible. 

In order to assist in describing and explaining the present 
invention, one embodiment of the invention is Illustrated generally in 
FIGS. 1 and 2. A smoking article (cigarette), generally 10, having 
5 improved ignition proclivity characteristics includes a tobacco column 
12 within a wrapper 14. Article 10 may include a filter 26. Wrapper 
14 may include any manner of commerdally available cigarette 
wrapper. 

Generally, the wrapping paper can be made from cellulosic 

10 fibers obtained, for instance, from flax, softwood or hardwood. In 
order to vary the properties of the paper as desired, various mixtures 
of cellulosic fibers can be used. The extent to which the fibers are 
refined can also be varied. 

For most applications, the paper wrapper will contain a filler. 

15 The filler can be, for instance, calcium carbonate, magnesium oxide, 
or any other suitable material. The total filler loading added to the 
paper wrapper can be between about 10% to about 40% by weight. 

The permeability of a paper wrapper for smoking articles made 
according to the present invention can generally be from about 10 

20 Coresta units to about 200 Coresta units. In some applications, the 
penmeabiiity can be between about 15 Coresta units to about 55 
Coresta units. In one embodiment of the present invention, however, 
the initial penneability of the paper wrapper is relatively high. For 
instance, in one embodiment, the permeability of the paper wrapper 

25 can be from about 60 Coresta units to about 110 Coresta units, and 
particulariy from about 60 Coresta units to about 90 Coresta units. As 
described above, the process of the present invention is particulariy 
well suited for use with relatively high pemieable paper wrappers if 
desired for a particular application. 

30 The basis weight of cigarette wrapping paper Is usually 

between about 18 gsm to about 60 gsm, and more particulariy 
between about 15 gsm to about 40 gsm. Wrapping papers according 



wo 02/37991 



PCT/USOl/51221 



9 

to the present invention can be made witliin any of these ranges. 

The wrapping paper may also be treated with a bum control 
additive, which may also serve as an ash conditioner. Such bum 
control additives can include, for instance, alkali metal salts, acetates. 

5 phosphate salts or mixtures thereof. A particularly preferred bum 
control additive Is a mixture of potassium citrate and sodium citrate. 
The bum control additive can be added to the paper in an amount 
from about 0.3% to about 5% by weight, and more particularly from 
about 0.3% to about 2.5% by weight. 

10 Paper web 14 defines an outer circumferential surface 1 6 when 

wrapped around tobacco column 12. Discrete areas 18 of outer 
drcumferential surface 16 are treated with a composition. Some 
aqueous compositions that may be used Include alginate, pectin, 
silicate, carboxymethyl cellulose, other cellulose derivatives, guar 

15 gum, starch, modified starch, polyvinyl acetate, and polyvinyl alcohol 
compositions. Beside aqueous compositions, non aqueous 
compositions can also be used in tiie present invention. For example, 
in one embodiment, a cellulosic polymer, such as ethyl cellulose, can 
be contained in a non aqueous solvent, such as an alcohol, an 

20 acetate, or mixtures of both. For example, in one embodiment, ethyl 
cellulose can be contained in a solvent that is a mixture of isopropyl 
alcohol and etiiyl acetate. 

The composition can also include a particulate inorganic non- 
reactive filler disbursed or suspended in the composition, as 

25 discussed more fully below. It should also be understood that treated 
areas 18 could also be disposed on tiie inner surface of wrapper 14. 
In other words, wrapper 14 could be rolled around tobacco column 12 
so tiiat treated areas 18 are adjacent to the tobacco. 

In tiie embodiment illustrated in FIGS. 1 and 2, treated areas 

30 18 are defined as circumferential cross-directional bands 24. Bands 
24 are spaced apart from each ottier longitudinally along tiie length of . 
cigarette 10. The bands 24 are indicated in phantom in FIG.2. 
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However, it should be understood that the treated areas are 
essentially Invisible in the formed cigarette as shown in FIG. 1. In 
other words, a smoker may not discern from any outward sign that the 
wrapper 14 has been treated in discrete areas 18. In this regard, 
5 treated areas 18 have a smooth and flat texture essentially the same 
as untreated areas 28. 

The width and spacing of bands 24 are dependent on a 
number of variables, such as the initial permeability of wrapper 14, 
density of tobacco column 12, etc. The bands 24 preferably have a 

10 v\ridth so that oxygen is limited to the buming coal for a sufficient 
length or period of time to extinguish the coal. In other words, if band 
24 were too narrow, the buming coal would burn through band 24 
before self-extinguishing. For most applications, a minimum band 
width of 3 mm is desired. For example, the band width can be from 

15 about 5 mm to about 10 mm. 

The spacing between bands 24 is also a factor of a number of 
variables. The spacing should not be so great that the cigarette bums 
for a sufficient length of time to ignite a substrate before the coal ever 
bums into a treated area 18. The spacing between bands 24 also 

20 affects the themnal inertia of the buming coal, or the ability of the coal 
to bum through the treated bands 24 without self-extinguishing. In the 
cigarettes tested, applicants have found that a band spacing of 
between 1 and 30 mm is appropriate and particulariy between about 
10 mm and 25 mm. However, it should be understood that the band 

25 spacing can be any suitable width as detenmined by any number of 
variables. For most applications, the smoking article can contain from 
1 to about 3 bands using the above spacing. 

Treated areas 18 have a pemieability within a range which is 
known to provide Improved ignition proclivity characteristics for the 

30 make-up of cigarette 10. As the coal of cigarette 10 bums into treated 
areas 18, oxygen available to the buming coal is substantially 
reduced due to the decreased pemneability of wrapper 14 in the 
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treated areas. The reduction of oxygen preferably causes the 
cigarette to self-extinguish in the treated areas 18 when in contact 
with a substrate. Applicants have detenfnined that a prefenred 
permeability is less than 20 ml/min/cm^ (CORESTA), particularly less 
5 than 12 ml/min/cm^» and generally within a range of 2 to 8 ml/min/cm^. 
Applicants have found that this range provides the desired self- 
extinguishing results as the cigarette coal bums into the treated 
areas. 

Besides pemneability. another measurement that can be used 

10 to indicate reduced ignition proclivity properties is Bum Mode Index. 
In fact, the Bum Mode Index of a paper wrapper can be more 
, accurate in indicating the burning characteristics of a paper as 
opposed to simply measuring the penmeability of the paper. The test 
for detennining Bum Mode Index is explained in U.S. Patent No. 

15 4,739,775 to Hampl . which is incorporated herein by reference. 

In order to exhibit reduced ignition proclivity properties, the 
Bum Mode Index ("BMI") of the treated areas 18 can be generally 
less than about 8 crn\ and particulariy from about 1 cm"^ to about 5 
cm"\ For instance, in one embodiment, the bum mode indexVthe 

20 treated areas 18 can be from about 1 cm*'' to about 3 cm*\ 

The composition applied to wrapper 14 in treated areas 18 
provides the reduced pemneability in the treated areas. Applicants 
have found that an aqueous or solvent composition that may contain 
a particulate Inorganic non-reactive filler suspended in the 

25 composition may be used. Due to Uie metiiod of application, as 
described in more detail below, the composition does not cause the 
paper web to crinkle or pucker when ttie solvent is dried. This allows 
for the wrapper 14 to have a smooth and aestiietically pleasing 
appearance. 

30 Applicants have found that a particularly well suited aqueous 

composition is one ttiat contains an alginate such as disclosed in U.S. 
Patent No. 5,820,998 which is incorporated herein by reference. The 
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aliginate can be, for instance, sodium alginate, potassium alignate, 
ammonium alginate, propylene glycol alginate, or mixtures thereof. 

If the alginate composition is acidic (a pH of less than 7), the 
composition can cross-link with the filler within the paper and can fomn 
5 a durable surface coating which effectively reduces the paper porosity 
and reduces the bum rate and ignition propensity of tiie smoking 
article. For example, in one embodiment, the alginate composition 
can contain an acid for adjusting the pH of the composition to from 
about 3 to about 7. In one embodiment of the present invention, it 

10 was discovered that using a weak acid, such as acetic acid is 
particularly well suited to the process of tiie present invention. For 
instance, acetic add can be added to tiie composition for adjusting 
the pH to a range of from about 4 to about 6.5. 

In one embodiment, a particulate filler can be added to the 

15 composition. In particular, a non-reactive inorganic filler can be used. 
Applicants have found that a filler may significantiy improve tiie ability 
of the treated areas 18 to self-extinguish the burning coal. The 
composition with filler can be more effective in reducing tiie 
permeability of ttie paper web in treated areas 18. Applicants also 

20 believe that the composition containing the inorganic filler particles is 
less affected by the heat of the buming cigarette, thus ensuring ttiat 
the coating remains intact so as to be effective in restricting oxygen to 
tiie buming coal. For example, chalk, clay, calcium carbonate and 
titanium oxide are particularly well-suited fillers. 

25 The amount of composition that is added to the paper will 

depend upon various factors, including the type of composition that Is 
used and tiie desired result. For most applications, especially when 
using a film-fomning composition, ttie composition can be added to the 
paper in an amount firom about 1 % to about 50% by weight of tiie 

30 paper within ttie banded region, and particulariy from about 1 % to 
about 20% by weight of tiie paper wiUiln tiie banded region after the 
bands have been fomfied and dried. Altiiough not always ttie case, 
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generally the amount of the composition applied to the paper will 
generally increase as the pemieability of the paper increases. For 
instance, for wrapping papers having a penmeability of less than about 
30 Coresta units, the composition can be applied to a paper in an 
5 amount from about 1 % to about 9% by weight. For wrapping papers 
having a penfneability greater than about 60 Coresta units, on the 
other hand, the composition can be applied to the paper in an amount 
from about 1 0% to about 20% by weight. 

The present invention pertains to a smoking article wrapper for 

10 use with smoldng articles, as essentially described above, as well as 
a method for making the smoking article wrapper. In particular, the 
present Inventors discovered a method for applying a composition to 
a paper wrapper without causing the paper wrapper to distort or 
otherwise become adversely affected. In particular, the process of 

15 the present invention is directed to applying the composition to the 
paper wrapper in multiple steps using, for instance, a multi-station 
printing press. 

The inventive method for producing the smoking article 
wrapper having improved ignition proclivity characteristics includes 

20 sequentially applying a composition to a smoking article paper in 
discrete treated areas 18, such as bands 24 as described above. 
After each sequential application, the treated areas are dried leaving 
a film on the paper in treated areas 18. This procedure is repealed a 
plurality of times so that multiple layers of film are built up and fomned 

25 on the paper wrapper. 

The number of layers of the composition that are applied to the 
discrete areas of the paper wrapper can vary depending upon the 
particular circumstances. For instance, from about 2 layers to about 
10 layers can be applied to a paper wrapper in accordance with the 

30 present inventton. For most applications, generally from about 2 
layers to about 6 layers will be applied to the paper wrapper, although 
In some applications, it is believed that 6 to 8 different layers may be 
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preferred. 

For purposes of illustration, Figure 3 shows a paper wrapper 
14 containing a discrete area 18 made from ttiree different layers. As 
shown in Figure 3, layers 31, 33, and 35 are fonned on the paper 
5 web. First, layer 31 is applied and dried. After layer 31 has dried, 
layer 33 Is applied and dried. Layer 35 is applied and dried last 
Each successive layer is printed or applied over each previous layer. 
The amount of composition that is applied to the paper wrapper 14 
during fomnation of each layer can depend upon various factors 

10 including the type of composition being used, the initial penmeability of 
the wrapping paper, the amount of permeability reduction that is 
needed, and the like. For most applications, however, the 
composition can be applied to the paper wrapper during each pass in 
an amount from about 0.25% to about 20% by weight based upon the 

15 weight of the wrapper. More particularly, in one embodiment, the 
composition can be applied to the wrapper in an amount from about 
1% to about 15% by weight of the wrapper. 

Each layer that is applied to the paper web can be applied at 
the same rate. In other embodiments, however, the amount of the 

20 composition that is applied to the paper wrapper can vary during each 
sequential step. For example, in one embodiment, a light layer may 
be first formed on the web and then heavier layers can be applied 
later. In this embodiment, the light layer can first be applied to the 
web in order to fonn a base or foundation for the later heavier layers. 

25 In some applications, this method may further prevent the paper 
wrapper from distorting during fomiation of the treated areas. 

Besides initially fonming a light layer followed by heavier layers, 
in an altemative embodiment of the present invention, it may be 
desirable to first add greater amounts of the composition to the paper 

30 wrapper followed by lighter amounts. In this embodiment, the process 
may be well suited to fine tuning the amount of composition that is 
applied to the wrapper. For example, the composition can be applied 



wo 02/37991 



PCT/USOl/51221 



15 

to the paper wrapper in relatively large amounts to form bands. 
Lighter layers can then be applied in the treated areas in order to 
anlve at a particular penneability range or at a particular Bum Mode 
Index. By applying lighter layers later, it may be possible to better 
5 control the resulting properties of the treated areas. 

As described above, the amount of composition that is applied 
during any single application step can depend upqn many numerous 
factors. When applying relatively light layers according to the present 
invention, however, the composition can be applied to the web in an 

10 amount from about 0.25% to about 1 0% by weight, based upon the 
weight of the web. Relatively heavier amounts of composition applied 
to the web, on the other hand, can range from about 1% by weight to 
about 20% by weight, based upon the weight of the web. When 
applying the different layers, the amount difference between light 

15 layers and heavy layers can be, for instance, greater than 1% by 
weight add on, particularly greater than 3% by weight add on, and in 
some applications, greater than 5% by weight add on. 

It should be understood that when forming the treated areas on 
the paper wrapper, light layers and heavy layers can be applied to the 

20 wrapper in any desirable order. For instance, light layers can be 
followed by heavy layers which can then be followed by light layers. 
The amount applied during each application of the composition can 
vary. For example, the following is one embodiment of fonning a 
treated area in accordance with the present invention from three 

25 layers of a film-fomning compositon: 



PASS NUMBER 


WT%ADDON 


1 


2-6% 


2 


10-15% 


3 


12-16% 



The weight % add on Included in the above table refers to the 
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total weight of the band after each pass. Thus, as shown above, a 
relatively light layer is first applied to the wrapper followed by a 
heavier layer. After the heavier layer, a relatively light layer is then 
applied. 

5 The manner in which the composition is applied to the paper 

wrapper can also vary. For example, the composition can be sprayed 
or printed onto the wrapper. It is believed that printing techniques, 
however, will provide better control over placement of the 
composition. In general, any suitable printing process can be used in 

10 the present invention. Applicants have found that suitable printing 
techniques include gravure printing, or flexographic printing. In one 
embodiment, as illustrated in Figure 4, a paper layer 14 is unwound 
from a supply roll 40 and travels in the direction indicated by the anrow 
associated therewith. Alternatively, the paper layer 14 may be fomned 

15 by one or more paper-making processes and passed directly into the 
process 50 without first being stored on a supply roll 40. 

As shown in Figure 4, the paper layer 14 passes through the 
nip of an S-roll an^ngement 42 in a reverse-S path. From the S-roll 
arrangement 42, the paper layer 14 passes to a gravure printing 

20 arrangement 44. The gravure printing process may be a direct print 
process or an indirect print process, such as by using an offset 
printer. Fig. 4 depicts an indirect print process. A direct print process 
may be desirable where large amounts of material (e.g. ) are to be 
applied to the paper layer. 

25 The gravure printing arrangement contains a composition tank 

46 and a doctor blade 48 which is used to apply a composition 52 to a 
gravure roll 54. 

The gravure roll 54 may be engraved with a conventional 
continuous cell pattem (e.g., quadrangular cell pattern) an^nged in 

30 parallel bands across the width of the roll with nonengraved areas 
between each band. Each gravure cell holds a small amount of the 
composition which is released in a pattern onto a rubber applicator roll 
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56. The paper layer 14 passes through a nip between the rubber 
applicator roll 56 and a cooperating backup roil 58. The composition 
is transfenred from the applicator roll 56 to the surface of the paper 
layer 14 thereby fonming a coated paper 60. The speeds of the 
5 gravure roll 54 and the applicator roll 58 may be controlled so they are 
the same or so tiiey differ by a minor amount to influence the 
application of the composition. Once tiie composition is applied to the 
paper layer 14, the paper layer can be dried if desired. 

For instance, as shown in Rgure 4, after leaving tiie gravure 

10 printing anrangement 44, the paper web 14 is passed tiirough a drying 
operation 62. During the drying operation 62, the ta^ated paper can 
be dried using various devices and methods. For example, in one 
embodiment, tiie drying operation 62 includes a drying device that 
passes hot gas such as air over tiie paper web. The temperature of 

15 the air can range from about 100°F to about 600°F. In an alternative 
embodiment, the drying device can be a steam can. After being 
treated with a composition by the gravure printing device, the paper 
web can be placed in contact with the steam can for drying the 
composition. 

20 Besides drying the paper witii a hot gas stream or witii a steam 

can. in another embodiment of the present invention tiie paper can be 
dried by contacting tiie paper witii infra-red rays. For example, In one 
embodiment, the paper can be passed under a infra-red heating lamp. 
In still another altemative embodiment of ttie present invention, 

25 tiie paper web 14 can be simply air dried during the drying operation 
62. 

As shown In Figure 4, the above process for applying and 
drying a composition on a paper web is ttien repeated a plurality of 
times in order to obtain a multi-layered film in accordance witii the 
30 present invention, in particular, as shown in Figure 4, the paper layer 
14 is passed through a gravure printing anrangement 44 three times 
and dried three times. Like reference numerals have been used at 
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each gravure printing station to represent like or similar elements. 
Initially, a relatively small amount of composition is applied and dried. 
Additional light applications of composition are applied and dried in 
ttie same area. These additional applications further reduce the 

5 paper porosity by forming a film at tiie surface. 

It should be understood tiiat ttie process illustrated in Figure 4 
represents merely one embodiment for applying a composition 
multiple times to ttie paper wrapper. For instance, a greater or lesser 
amount of printing stations may be Included at any location. 

10 These and ottier modifications and variations to the present 

invention may be practiced by tiiose of ordinary si^ill in the art, witiiout 
departing from the spirit and scope of the present invention. In 
addition, it should be understood tiiat aspects of tiie various 
embodiments may be interchanged both In whole or in part. 

15 Furthemiore, those of ordinary sicill in the art will appreciate tiiat the 
foregoing description is by way of example only, and is not intended 
to limit the invention. 



20 



25 



30 
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WHAT IS CLAIMED: 

1 . A process for producing a paper wrapper having 
reduced ignition proclivity characteristics when incorporated into a 
smoking article comprising the following steps: 

5 providing a paper wrapper comprised of a paper 

web; 

applying multiple layers of a film-fonning 
composition to said paper wrapper at particular locations, said 
multiple layers of said film-forming composition fonning treated 

10 discrete areas on said wrapper, said paper wrapper being dried after 
application of each of said layers, said discrete areas separated by 
untreated areas, said treated discrete areas having a penneability 
within a predetermined range sufficient to reduce ignition proclivity, 
said treated areas reducing ignition proclivity by reducing oxygen to a 

15 smoldering coal of the cigarette as the coal bums and advances into 
said treated areas. 

2. The process of claim 1 , wherein the multiple layers are 
printed onto said paper. 

3. The process of claim 1 , wherein said multiple layers are 
20 applied to the paper wrapper using a method selected from the group 

consisting of flexography, direct gravure printing, and offset gravure 
printing. 

4. The process as in claim 1 , wherein said treated areas 
comprise a plurality of discrete circumferential bands disposed 

25 longitudinally along said smoking article. 

5. The process as in daim 4, wherein said bands have a 
width of greater than 4 mm. 

6. The process as in daim 4, wherein said bands are 
spaced from each other at a distance of from about 5 mm to about 30 

30 mm. 

7. The process of claim 1 , wherein said film-fonming 
composition comprises an alginate. 
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8. The process of daim 1 , wherein said film-forming 
composition comprises a pectin. 

9. The process of claim 1 , wherein said film-fonning 
5 composition comprises a silicate. 

10. The process of claim 1 , wherein said film-fonming 
composition comprises a polyvinyl alcohol. 

1 1 . The process of claim 1 , wherein the film-forming 
composition comprises a starch. 

10 12. The process of claim 1 , wherein the film-fomriing 

composition comprises a cellulose derivative. 

13. The process of claim 1 , wherein the paper wrapper has 

a pemieability of from about 60 Coresta to about 90 Coresta prior to 

applying said film-forming composition. 
15 14. The process of claim 13, wherein said paper wrapper 

has a pemieability of less than about 20 Coresta within the treated 

discrete areas. 

15. The process of claim 1 . wherein the treated discrete 

areas have a BMI of from about 1 cm'^ to about 8 cm\ 
20 1 6. The process of claim 1 , wherein the film-fonming 

composition is applied to the paper wrapper in the treated discrete 

areas in an amount up to about 50% by weight based upon the weight 

of the paper wrapper. 

1 7. The process of claim 1 , wherein the amount of the film- 
25 fonming composition that is applied to the paper wrapper varies 

between at least two of the layers. 

1 8. The process of claim 1 , wherein the paper wrapper is 
dried between application of each of the layers by being contacted 
with a hot gas. 

30 1 9. A process for producing a smoking article comprising 

the step of sunrounding a tobacco column with the paper wrapper 
defined in claim 1. 
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20. The process of claim 1 , wherein the paper wrapper is 
dried between application of each of the layers by being contacted 
with infra-red rays. 

21 . A process for producing a paper wrapper having 

5 reduced ignition proclivity characteristics when incorporated into a 
smoking article comprising the following steps: 

providing a paper wrapper comprised of a paper 

web; 

applying multiple layers of a film-forming 
10 composition to said paper wrapper at particular locations, said 
multiple layers including at least a first layer and a second layer, the 
second layer being positioned on top of said first layer, the first layer 
containing said in a first amount in' a weight per area basis, said 
second layer containing said composition in a second amount, said 
15 first amount being different than said second amount, said multiple 
layers of said fllm-fomning composition fomriing treated discrete areas 
on said wrapper, said discrete areas separated by untreated areas, 
said treated discrete areas having a permeability within a 
predetermined range sufficient to reduce ignition proclivity, said 
20 treated areas reducing ignition proclivity by reducing oxygen to a 
smoldering coal of the cigarette as the coal bums and advances into 
said treated areas. 

22. The process of claim 21 , wherein the first amount is 
greater than the second amount. 

25 23. The process of claim 22, wherein the fiim-fomaing 

composition is applied to the paper wrapper to fomfi the first layer in 
an amount from about 1% to about 20% by weight based upon the 
weight of the wrapper and wherein the film-fonning composition is 
applied to the paper wrapper to form the second layer in an amount 

30 up to about 1 0% by weight based upon the weight of the wrapper. 

24. The process of claim 21 , wherein the first amount to 
form the first layer is less than the second amount to torn the second 
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layer. 

25. The process of daim 24, wherein the film-forming 
composition is applied to the paper wrapper to form the first layer in 
an amount up to about 10% by weight based upon the weight of the 

5 wrapper and wherein the film-fonming composition Is applied to the 
paper wrapper to fomn the second layer in an amount from about 1% 
to about 20% by weight based upon the weight of the wrapper. 

26. The process of daim 21 , further comprising the step of 
drying the paper wrapper after application of each of the layers of the 

10 film-forming composition. 

27. The process of claim 21 , wherein the multiple layers are 
printed onto said paper wrapper. 

28. The process of daim 21 , wherein said multiple layers 
are applied to the paper wrapper using a method selected from the 

15 group consisting of flexography, direct gravure printing, and offset 
gravure printing. 

29. The process as in claim 21 , wherein said treated areas 
comprise a plurality of discrete circumferential bands disposed 
longitudinally along said smoking arUde. 

20 30. The process as in claim 29, wherein said bands are 

spaced from each otiier at a distance of from about 5 mm to about 30 
mm. 

31 . The process of claim 21 , wherein said film-fomiing 
composition comprises an alginate composition. 
25 32. The process of claim 21 , wherein said film-fomiing 

composition comprises a pectin composition. 

33. The process of daim 21 , wherein said film-fomning 
composition comprises a silicate composition. 

34. The process of claim 21 , wherein said film-fonming 
30 composition comprises a polyvinyl alcohol composition. 

' 35. The process of daim 21 , wherein the paper wrapper has 
a penmeability of from about 60 Coresta to about 90 Coresta prior to 
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applying said fiim-forming composition. 

36. The process of claim 21 , wherein the treated discrete 
areas have a BMI of from about 1 cm'^ to aix>ut 5 crr\\ 

37. A process for producing a smolcing article comprising 
5 the step of surrounding a tobacco column with the paper wrapper 

defined in claim 21. 

38. The process of claim 21 , wherein the film-fonnlng 
composition comprises a starch composition. 

39. The process of claim 21 , wherein the film-fonming 
10 composition comprises a cellulose derivative composition. 

40. A process for producing a paper wrapper having 
reduced ignition proclivity characteristics when incorporated into a 
smoking article comprising the following steps: 

providing a paper wrapper comprised of a paper 
15 web, said paper web having a relatively high permeability, the 

pemieability of the paper web being from about 60 Coresta to about 
HOCoresta; 

applying a film-fonfning composition, to said paper 
wrapper at particular locations, said film-fomning composition fonning 

2D treated discrete areas on said wrapper, said discrete areas separated 
by untreated areas, said treated discrete areas having a permeability 
within a predetemnined range sufficient to reduce ignition proclivity, 
said permeability being less than about 20 Coresta within the treated 
areas, said treated areas having a Bum Mode Index of less than 

25 about 8 cm'\ said treated.areas reducing ignition proclivity by 
reducing oxygen to a smoldering coal of the cigarette as the coal 
bums and advances into said treated areas. 

41 . The process of claim 40, wherein the film-fonming 
composition is applied in multiple layers to fomn the treated discrete 

30 areas. 

42. The process of claim 41 , further comprising the step of 
drying the paper wrapper in between application of each of the 
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multiple layers of the film-forming composition. 

43. The process of claim 40, wherein the film-forming 
composition is printed onto the paper wrapper. 

44. The process of claim 40, wherein the film-fonning 

5 composition is applied to the paper wrapper using a method selected 
from the group consisting of flexography, direct gravure printing, and 
offset gravure printing. 

45. The process of daim 40, wherein said treated areas 
comprise a plurality of discrete circumferential bands disposed 

10 longitudinally along said smoking article. 

46. The process of claim 40, wherein said film-fonming 
composition comprises an alginate composition. 

47. The process of claim 40, wherein said film-forming 
composition comprises a pectin composition, a silicate composition, a 

15 polyvinyl alcohol composition, a starch composition, or a cellulose 
derivative composition. 

48. The process of claim 40, wherein the paper web has a 
permeability of greater Uian about 80 Coresta and wherein the treated 
discrete areas have a permeability of less Oian about 6 Coresta. 

20 49. A process for produdng a smoking article comprising 

the step of surrounding a tobacco column with the paper wrapper 
defined in daim 40. 
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